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Diamine  Colours  on  Cotton 

treated  with 

Sulphate  of  Copper. 
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AGENTS  FOR 

LEOPOLD  CASSELLA  & Co., 

FRANKFORT-on-Main. 


SUPPLEMENT  TO 

LEOPOLD  CASSELLA  & C£>  Book 

„THE  DIAMINE  COLOURS.'^ 

No.  14. 

No.  1952  e.  (HOO.) 


Method  of  dyeing. 


"Pile  pale  shades  of  tliis  card  have  been  dyed  witlr  addition  of: 


3/4 


oz  soda, 


1 , 


■/■j — 1 lbs  Glauber’s  salt, 
the  dark  shades  with : 

®/4  oz  soda. 


per  10  galls,  water. 


per  10  galls,  water. 


1 V/j  — 2 lbs  Glauber’s  salt,  \ 

After  dyeing,  the  patterns  were  treated  with  sulphate  ot  copper, 

the  pale  shades  with : 

2";('  sulphate  ot  copper, 

1 " o acetic  acid, 

the  dark  shades  with : 

d'/o  sulphate  ot  copper, 

1 acetic  acid, 

calculated  on  the  weight  of  the  cotton. 

In  order  to  obtain  by  comparison  an  idea  regarding  the  degree 
ot  fastness  to  light  of  the  dyeings  treated  with  sulphate  ot  copper,  we 
obtained  from  experienced  dyers  patterns  of  goods  dyed  by  old  methods 
and  considered  the  fastest  to  liirht.  These  we  matched  with  our  dyestuffs 
and  had  them  exposed,  with  the  result  shown  in  this  card. 

In  the  same  manner  as  the  direct  dyeings  those  treated  with  sul- 
phate of  copper  will  discharge  with  the  various  tin  crystals  discharges, 
with  the  only  ditlerence  that  the  discharge  pastes  must  be  made  somewhat 
stronger  on  account  ot  the  greater  resistance  ot  these  dyeings. 

Pale  and  medium  shades  may  easily  be  discharged  white  and 
coloured  whilst  the  dark  ones  are  only  suitable  tor  coloured  effects. 

Particulars  regarding  dyeing  and  atter-treatment  with  sulphate  of 
copper  will  be  found  in  our  book  „The  Diamine  Colours“.  The  same 
work  and  its  supplements  also  contain  all  information  as  to  the  dischargea- 
bility ot  the  various  dyestulTs. 


Tlic  quiiiitities  jjiven  relVr 


1. 

0 11. 

o 

GO 

Odrs.  0 

gr.s.  Diamine  Sky  Blue 

F F,  pat. 

2. 

1 111 

8 oz 

0 drs.  0 

grs.  Diamine  Sky  Blue 

F F,  pat. 

H. 

^ 2 Ills  12  oz 

Odrs.  0 

grs.  Diamine  Sky  Blue 
Fb’,  pat. 

4 

1 11) 

8 oz 

0 drs.  0 

grs.  Diamine  Oatechine 

G,  pat. 

5 

3 ll).s 

0 oz 

Odrs.  0 

grs.  Diamine  Catechine 

G,  pat.  [ 

(). 

2 Ills 

6 oz 

6 drs,  1 1 

grs.  Diamine  Cattchine  j 
G,  pat., 

>2  „ 

12  „ 22 

„ Diamine  Brown 

M,  pat. 

['0  lb 

1 oz 

1 drs.  22V2gr.s.  Diamine  Orange  15,  1 

7. 

V*  " 

0 „ 

10  „ 6 

„ Diamine  Blue  IIW, 
pat.,  ! 

Jo  „ 

0 , 

12  „ 22 

„ Diamine  Fast 

Yellow  B,  pat.  | 

r'O  111 

3 oz 

3 drs.  5*/2grs  Diamine  Fast 

Yellow  B,  pat., 

8 

r " 

1 „ 

9 , 17 

„ Diamine  Orange  B, 

/"  n 

0 „ 

15  „ 8 

„ Diamine  Blue  RVV,  j 
pat. 

1 lb 

8 oz 

0 drs.  0 

grs.  Diamine  Fast 

Yellow  B.  |)at.. 

/»- 

12  „ 

0 „ 0 

„ Diamine  Brown 

B,  pat. 

1 11) 

8 02 

0 drs  0 

grs.  Diamine  Fast  ; 

Yellow  A, 

l'». 

0 „ 0 

1 0 „ 

4 „ 

„ Diamine  Sky  Blue 

F F,  i)at,  1 

0 11) 

8 oz 

0 drs.  0 

grs.  Diamine  Sky  Bine  j 
F F,  pat.. 

2 lbs 

4 „ 

0 „ 0 

„ Diamine  Fast  ! 

Yellow  A. 

1 

2 lbs 

10ozl9drs.  5'/2 

grs  Diamine  Fast  | 

Yellow  B,  pat.,  ! 

12 

1 , 

10  „ 

19  „ 51/2 

„ Diamine  Blue  j 

RW,  pat., 

1 

U r 

B . 

6 „ 11 

„ Diamine  Catechine 

G,  pat.  1 

Ml  lb 

4 oz 

12  drs  22 

grs.  Diamine  Dark  | 

Blue  li,  pat.,  J 

IH 

'o  „ 

0 , 

8 „ 25 

„ Diamine  Orange  B,  r 

)o  „ 

1 , 

7 „ 0 

„ Diamine  Fa.st  I 

Yellow  B,  pat.  j 

10<>  Ills  uf  !i:uo<ls. 


lb 

4 oz 

0 drs.  0 

grs.  Diamine  Dark 

Bine  B,  pat.. 

Y 

„ 

1 „ 

4 „ 10 

„ Diamine  Orange  B, 

r 

" 

0 „ 

12  „ 22 

„ Dianiiiie  Fast 

Yellow  B,  pat. 

1 

lb 

4 oz 

0 d rs.  0 

grs.  Diamine  Catechine 
B,  pat. 

i" 

lb 

3 oz 

13  drs.  lO'/a  grs  Diamine  Dark 

Bine  B,  pat.. 

n 

6 „ 

6 „ 11 

„ Diamine  Orange  B, 

r> 

' „ 

14  „ 191/2 

„ Diamine  Fast 

Yellow  B,  pat. 

1 1 

1 

lb 

0 oz 

Odrs.  0 

grs.  Diamine  Catechine 
B,  pat. 

( 1 

11) 

8 oz 

0 drs.  0 

grs.  Diamine  Orange  B, 

V 

\ 

0 , 

0 „ 0 

„ Diamine  Dark 

Blue  B.  pat  , 

3 , 

3 „ 51/2 

„ Diamine  Fast 

Yellow  B,  pat. 

J 

11) 

2 oz 

6 drs.  1 1 1/2  grs.  Diamine  Blue 

RW,  pat.. 

la 

0 n 

2 „ 15 

„ Diamine  Orange  B. 

lb 

9 oz 

9 drs.  16i/2grs,  Diamine  Bine  RW, 
pat.. 

V 

1 , 

9 , 17 

„ Diamine  Orange  B. 

t 

” 

4 „ 

12  „ 22 

„ Diamine  New  Blue 
R,  i^at. 

y 

lb 

12  oz 

0 drs.  0 

grs.  Diamine  Brilliant 
Blue  G,  pat., 

r 

” 

0 

0 

„ Diamine  Sky  Blue 
F F,  pat. 

1 

lb 

8 oz 

(1  drs.  0 

grs.  Diamine  Orange  B 

3 lbs 

0 oz 

0 drs.  0 

grs  Diamine  Orange  B. 

1 4 lbs 
/ 

0 oz 

Odr.s.  0 

grs.  Diamine  Brown 

M,  pat 

0 

lb 

0 oz 

12  drs.  22 

grs  Diamine  Fast 

Yellow  B,  pat.. 

0 

/ 

" 

0 „ 

15  , 8 

„ Diamine  Blue  RW, 
l)at.. 

0 

1 „ 

12  „ 41/2 

„ Diamine  Orange  B. 

r 

11) 

4 oz 

12  drs.  22 

grs.  Diamine  Fast 

Yellow  B,  pat., 

V 

„ 

2 „ 

6 „ 11  1/2 

„ Diamine  Orange  B, 

r 

” 

0 „ 

10  „ 5 

„ Diamine  Blue  RW, 
pat. 

1 1 

lb 

0 oz 

0 drs.  0 

grs.  Diamine  Bine  RW, 

I pat. 


to 

14 

15. 

IB, 

17. 

18. 

1!). 

20. 

21. 

22. 

2:1. 

24 

25 

26 

27 


The  quantities  ^jiveii  refer  to  100  lbs  of  groods. 


i 3 lbs 

0 oz 

0 drs.  0 grs.  Diamine  Blue  RW, 

28 

1 

l>at. 

43. 

1 3 lbs 

8 oz 

0 drs.  0 grs.  Diamine  Blue  RW, 

29. 

1 

pat. 

3 lbs 

8 oz 

0 drs.  0 grs.  Diamineral  Blue  | 

30. 

R,  pat. 

44 

lb 

2 oz 

6 drs.  11 72  grs.  Diamine  Orange  B,  j 

r 

1 . 

1 „ 2272  „ Diamine  Fast 

31. 

J 

\ 

Yellow  B,  jiat.. 

3 „ 

8 „ 8 „ Diamine  New  Blue 

45. 

R,  pat. 

lb 

8 oz 

0 drs.  0 grs.  Diamine  Dark  | 

\ 

Blue  B,  pat , [ 

32. 

6 „ 

6 „ 11  „ Diamine  Orange  B,  | 

)o 

3 „ 

3 „ B'/2  „ Diamine  Fast  ! 

46. 

f 

Yellow  B,  pat. 

i 4 lbs 

0 oz 

0 drs.  0 grs.  Diamine  Blue  3R,  > 

33. 

1 

pat. 

1 

lb 

12  oz 

12  drs.  22  grs.  Diamine  Fast 

34. 

Yellow  A,  t 

47. 

5 . 

9 ri  131/2  „ Diamine  Sky  Blue  1 

f 

F F,  pat. 

1 

lb 

7 oz 

3 drs.  572  grs.  Diamine  Blue  ] 

35. 

RW,  pat.,  j 

6 . 

6 „ 11  „ Diamine  Fast  ' 

48. 

f 

Yellow  A.  ! 

1 

2 lbs 

0 oz 

0 drs.  0 grs.  Diamine  Fast 

Yellow  B,  pat.. 

36. 

1 2 

n 

0 , 

0 „ 0 „ Diamine  Blue 

j 

R W,  i)at.. 

49. 

f 0 

rt 

6 , 

6 „ 11  „ Diamine  Catechine 

G,  pat. 

37. 

i ^ 

lb 

4 oz 

0 drs.  0 grs.  Diamina  Brilliant 

) 

Blue  G,  pat.  ; 

50. 

( 1 

lb 

0 oz 

0 drs.  0 grs.  Diamine  Brilliant 

38. 

/ 

Blue  G,  pat. 

( 

lb 

4 oz  12  drs.  22  grs.  Diamine  Dark 

Blue  B,  pat.. 

39. 

iO 

2 „ 

6 „ 111/2  „ Diamine  New  Blue 

51. 

{ 

R,  ])at. 

( 0 

lb 

8 oz 

0 drs.  0 grs.  Diamine  New  Blue 

40. 

) 

/ 

R.  pat. 

1 3 lbs 

8 oz 

0 drs.  0 grs  Diamine  Catechine 

41. 

B,  pat. 

52. 

. 2 lbs 

9 oz 

9 drs.  I6I/2  grs.  Diamine  Catechine 

G,  pat.. 

42. 

/ 

r 

11 

0 . 

0 ,,  0 „ Diamine  Blue  RW, 

53. 

{ 

pat. 

,0  „ 


2 oz 

6 drs. 

111/2 

0 „ 

12  „ 

22 

12  oz 

0 drs. 

0 1 

6 „ 

6 

11 

3 oz 

3 drs. 

51/2  f 

10  „ 

19  „ 

51/2 

7 oz 

0 drs. 

16 

1 „ 

7 „ 

0 

2 „ 

8 „ 

25 

10  oz 

13  drs. 

261/2 

3 „ 

3 „ 

51/2 

1 .> 

14  „ 

191/2 

4 oz 

0 drs. 

0 

6 „ 

6 „ 

11 

6 

6 „ 

11 

9 oz 

9 drs. 

161/2 

9 „ 

9 „ 

161/2 

14  oz 

6 drs. 

0 

1 M 

9 

17 

6 oz 

6 drs. 

11  1 

10  „ 

3 „ 

211/2 

6 „ 

6 „ 

11 

9 oz 

9 drs, 

, 161/2 

12  „ 

12  „ 

22 

12  „ 

12  „ 

22 

0 oz 

0 drs. 

0 

FF,  pat., 
Diamine  Fast 

Yellow  A. 


F F,  pat., 
Diamine  Fast 

Yellow  A. 


RW,  pat., 

,,  Diamine  Fast 

Yellow  A. 

^rs.  Diamine  Dark 

Blue  B,  pat., 

,,  Diamine  Orange  B,  j 
,,  Diamine  Fast  j 
Yellow  B,  pat. 


Blue  B.  pat., 

„ Diamine  Orange  B, 
,,  Diamine  Fast 

Yellow  B,  pat. 

grs.  Diamine  Dark 

Blue  B,  pat., 

,,  Diamine  Orange  B, 
,,  Diamine  Fast 

Yellow  B,  pat. 

grs.  Diamine  Sky  Blue 
F F,  pat., 

,,  Diamine  Fast 

Yellow  B,  pat. 


FF,  pat.. 
Diamine  Fast 

Yellow  A 


pat.. 

Diamine  Dark 
Blue  B,  pat.. 
Diamine  Fast 
Yellow  B.  pat. 

. Diamine  Blue  RW, 
pat.. 

Diamine  Orange  B, 
Diamine  Fast 
Yellow  B,  pat. 

. Diamine  Brown 
M,  pat. 


The  quantities  g^iven  refer  to  100  lbs  of  goods. 


54. 


2 lbs  0 oz  0 drs. 


j 0 „ 8 ,,  0 „ 


1 11)  0 oz  0 drs. 


0 grs.  Diamine  Catecliine 
G,  pat., 

0 ,,  Diamine  Dark 

Blue  B |)at. 

0 grs.  Diamine  Blue  3 R, 
I)at. 


5G. 


57. 


58. 


59. 


60. 


r" 


10  oz  19  drs.  5V-' 

grs  Diamine  Blue  3R, 

66. 

/o 

2 „ 

3 „ 

22 

pat  , 

Jo 

2 „ 

8 „ 

25 

4 „ 

12  „ 22 

,,  Diamine  Brilliant 

Blue  G,  pat. 

4 oz 

0 drs.  0 

grs  Diamine  Blue  3R, 

lb 

4 oz 

0 drs. 

0 

grs. 

pat.. 

67. 

} 

0 „ 

0 

8 „ 

0 .„  0 

,,  Diamine  Brilliant 

” 

4 „ 

” 

Blue  G.  pat. 

V 

6 oz 

6 drs.  1 1 

grs  Diamine  New  Blue 

lbs  10  oz  19  drs. 

51/2 

grs. 

R,  pat., 

1, 

51/2 

12  „ 

12  .,  22 

,,  Diamine  Blue  3 R, 

68. 

” 

3 „ 

3 „ 

” 

pat. 

12  „ 

12  „ 

22 

0 oz 

0 drs.  0 

grs.  Diamineral  Bine 

R,  pat. 

2 

lbs 

0 oz 

0 drs 

0 

grs. 

12  oz 

12  drs.  22 

grs.  Diamine  Blue  3R, 

pat.. 

69. 

' 0 

10  „ 

19  ., 

51/2 

6 „ 

6 „ 11 

,,  Diamine  Bine  RW, 

\ 

J 

pat. 

11 

4 „ 

0 „ 

0 

0 oz 

0 drs.  0 

grs.  Diamine  Blue  RW, 

\ 

61. 


62. 


63. 


64. 


73. 


0 „ 6 „ 6 „ 

*0  „ 8 „ 0 „ 


1 lb  0 oz  0 drs. 


4 lbs  0 oz  0 drs. 


2 lbs  8 oz  0 drs. 


pat., 

11  ,,  Diamine  Orange  B, 

0 ,,  Diamine  New  Bine 

R,  pat. 

0 grs.  Diamine  Dark 

Bine  B,  pat 

0 grs.  Diamine  Brilliant 
Bine  G,  pat. 

0 grs.  Diamine  New  Blue 
R,  pat. 


'0  lb  2 oz  14  drs.  0 grs.  Diamine  Daik 

Bine  B,  pat., 

65.  /O  „ 0 „ 10  „ 6 „ Dia  mine  Orange  B, 

'0  ,,  1 ,.  1 ,,  22'/2  ,,  Diamine  P'ast 

Yellow  B,  |)at. 

0 11)  8 oz  5 drs.  2*  2 grs  Diamine  Dark 

Bine  B,  pat.. 


Yellow  B,  pat. 


70. 


Yellow  A, 
Diamine  Bine  RW, 
pat. 


Yellow  B,  pat., 
damine  Blue  RW, 
pat  , 

damine  Catecliine 
G,  pat 

damine  Fast 
Yellow  B,  pat., 
dan)ine  Bine  RW, 
pat., 

)iamine  Catecliine 
G,  pat. 

0 lb  3 oz  3 drs.  51/2  grs.  Diamine  Orange  B, 

jO  ,,  4 ,,  12  ,,  22  „ Diamine  Blue 

RW,  pat., 

|0  ,,  0 ,,  5 ,,  21/2  ,,  Diamine  New  Blue 

R,  pat. 

1 11)  3 oz  3 drs  51/2  grs.  Diamine  Dark 


71. 


72. 


I 0 


Blue  B,  pat., 

2 ,,  14  ,,  0 Diamine  Orange  B 


2 lbs  8 oz  0 drs.  0 grs.  Diamine  Dark 

Blue  B,  pat. 


1 lb  4 oz  0 drs.  0 grs.  Diamine  Blue 

RW,  pat. 


1 lb  12  oz  12  drs.  22  grs.  Diamine  Fast 

Yellow  B,  pat., 

74.  <(  0 „ 9 ,,  9 I,  16'/2  ,,  Diamine  Blue 

RW,  pat., 

0 ,,  10  ,,  19  ,,  51/2  ,,  Diamine  Orange  B. 


0 lb  10  oz  19  drs.  5'/2  grs.  Diamine  Dark 
( Blue  B,  pat., 

75.  < 0 ,,  3 ,,  3 ,,  51/2  ,,  Diamine  Orange  B, 

/ 0 ,,  1 ,,  9 ,,  17  ,,  Diamine  Fast 

Yellow’  B,  pat. 

0 lb  1 oz  4 drs.  10  grs.  Diamine  Blue 

RW,  pat., 

76.  ( 0 ,,  2 ,,  8 ,,  25  „ Diamine  Orange  B, 

0 ,,  1 ,,  9 „ 17  ,,  Diamine  New  Blue 

R,  pat. 


182  and  184  FRON'I'  STREE4', 


NEW  YORK. 


lirancli  Houses 
Carrying  Slock  : 


lioslon,  524  Atlanlic  Avenue. 

I’liiladeliihia,  126  to  128  South  Front  Street. 
Providence,  40  South  Water  Stieet. 

Cliailotte,  N.  C.,  12  Nortli  College  Street. 
Monti eal,  Canaria,  423  to  425  St.  Paul  Street. 


AGENTS  FOR 

LEOPOLD  CASSELLA  & Co. 

FR  ANKFORT-on-Main. 


Diamine  Colours  on  Cotton 

treated  with 


Sulphate  of  Lopper. 


\VM.  J.  MATIIESOX  A €*),  Ltti.,  NEW  YORK. 
A(iI<:NTS  FOR  LK'U’OI,!)  ( ASSELLA  A Co.,  l’RA.\KFOUT-on-3Iiiin. 


24 


I 


DiBfTlin©  Colours  treated  with  Sulphate  of  Coppe 


25 


20 


27 


28 


29 


31 


32 


33 


34 


35 


36 


WM.  J.  MATIIESON  v'.  (’<•..  Lt'l.,  NEW  YORK. 

AGENTS  FOK  l.I.OrOLl)  (ASSKLLA  A Co.,  FiaNKFCKT-oi.-Maiii. 


Diamine  Colours  treated  with  Sulphate  of  Copper. 


42 


W>l.  J.  MATIIESOX  A C<>v  Ltd.,  NEW  YORK. 

AGENTS  FOR  LEOPOLD  CASSELL  A A Co.,  FUANREOIlT-oifAIaiii. 


48 


Diamine  Colours  treated  with  Sulphate  df  Copper. 


49 


50 


51 


52 


63 


54 


55 


56 


57 


58 


59 


60 


AVM.  j.  MATHESOX  k t<>-,  NEAY  YORK. 

AGENTS  FOR  LEOPOLD  C’ASSELLA  A Co.,  FUAMvFOIlT-oii-3Iaiii. 


Diamine  Colours  treated  with  Sulphate  of  Copper. 


\VM-  J.  MATIIESON  A Co-,  Ltd.,  NEW  YORK. 
AGENTS  FOR  LEOrOl.I)  CASSELLA  A Co.,  FHAXKFOKT-oii-Miiiii. 


Diamine  Colours  treated  with  Sulphate  of  Copper. 


Fastest  dyeings  obtainable 
by  old  inetliods. 


Matelied  with  Diamine  Colours. 


Jl  Exposed  to  light 
4 weeks 
(in  September) 


X Exposed  to  light 
4 weeks 
(in  September) 


WM.  J.  MA  THE  SON  A C«  , NEW  YORK. 
AGENTS  FOR  LEOPOLD  CASSELLA  A Co.,  FIUNKFOUT-oi-.-JIaiii. 


76 

1 


Diamine  Colours  treated  with  Sulphate  of  Copfier. 

The  ({niiiitities  jriToii  refer  to  100  lbs  jjoods. 

77 


i 1 11)  Diamine  Sky  Blue 

FF,  pat. 


9 oz  9 dr.s.  16'/-'  grs. 

Diamine  Dark  Blue 
B,  pat., 

1 oz  9 ilrs.  17  grs. 

Diamine  Yellow  N, 
powder,  pat. 


1 11)  8 oz  Diamine  Sky  Blue 
F F,  pat. 


14  oz  6 dr.s.  Diamine  Cate- 
chine  G,  pat., 
8 oz  Diamine  Dark  Blue 

B,  pat. 


2 lbs  12  oz  12  drs.  22  grs. 
Diamine  Brilliant  Blue 
G,  pat., 

1 lb  9 oz  9 drs.  16 ',2  grs. 

Diamine  Sky  Blue 
F F,  pat. 


4 lbs  Diamine  Brown 

M,  pat. 


81 


Discharged  with 
Tin  Cry.stals  Discharge  A. 


Discharged  with  Alkaline 
Coloured  Discharge  1) 
(Chrome  Yellow) 


Discharged  with  Alkaline 
White  Discharge  C and 
printed  with  Aniline  Black. 


Discharged  with 
Tin  C)'ystals  Colopred 
Discharge  B (Brilliant  Green 
and  Thioflavitie  T) 


Discharged  with  Alkaline 
Coloured  Discharge  1) 
(Cyanole  Lake). 


Discharged  with 
Tin  Ciystals  Discharge  A ' 
and  Tin  Crystals  Coloured 
Discharge  B (Uhodamine  6G). 


VVM.  J.  MATHESOX  k 1)%  NEW  YORK. 
AGENTS  FOR  LEOPOLD  PASSELLA  A FKA NKFOUT-oii-.ll aiii. 


Tin  Crystals  Discharge  A. 


Boil  together 

600  parts  by  weight  acetate  of  tin  28''  Tw. 


180 

n 

wheat  starch 

240 

white  dextrine 

36 

citric  acid,  then  add 

360 

tin  crystals,  allow  to  cool  and  when  cold,  add 

90 

acetate  of  soda. 

After  printing  steam  for  about  2 minutes  or  pass  the  goods  through  Mather  & I’latl's 
steamer,  then  wash. 


Tin  Crystals  Coloured  Discharge  B. 


Dissolve 

40 — 60  parts  by  weight  dyestuff  in 


80 

water  and 

120 

acetic  acid  10 '/a'’  Tw.,  heat  with 

120 

gum  solution  1 : 1,  allow  to  cool 

and  when  cold. 

add 

600 

tin  crystals  discharge  A,  then 

100-160 

tannin,  dissolved  in 

80—130 

water,  with  addition  of 

20  - 30 

tartaric  acid. 

After  printing  steam 

for  about 

2 minutes  or  pass  the  goods  through 

Mather  & Platt’s 

steamer,  then  through  a bath 

of  85*^  F. 

, charged  with  1 lb  antimony  salt  i)er  10  galls,  water. 

Alkaline  White  Discharge  C. 

Boil  together 


240  parts 

by  weight  water 

120 

« 

wheat  starch 

320 

white  dextrine 

216 

sal-ammoniac 

720 

” 

paste  of  stannous  hydrate 

allow  to  cool  and  when  cold,  add 

264 

tartrate  of  ammonia,  mixed  with 

208 

„ 

tragacanth  thickening  65  : 1000 

After  printing  steam  for  about  5 minutes  or  pass  the  goods  through  Mather  & Platt’s 
steamer,  then  wash. 


Alkaline  Coloured  Discharge  D. 

Mix  ( I5oil  tog^ether 

j ^ 

400  parts  by  weight  dyestuff,  with 

500  „ alkaline  standard  discharge,  < 

then  add 

50  „ tragacanth  thickening  65  : 1000, 

mixed  with 

10  „ castor  oil  and 

10  „ turpentine  oil. 

After  printing  steam  for  about  5 minutes  or  pass  the  goods  through  Mather  & Platt's 
steamer,  then  wash. 


45  parts  by 

weight  water 

45 

wheat  starch 

120 

white  dextrine 

270 

paste  of  stannous 

hydrate 

81 

sal-ammoniac,  allow  to 
cool  and  when  cold,  add 

tartrate  of  ammonia 
mixed  with 

340 

blood  albumen. 

• -».!=■* 
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